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0. FOREWORD 



0.1 This Indian Standard (First Revision) 
was adopted by the Bureau of Indian Standards 
on 15 December 1988, after the draft finalized 
by the Copper and Ck^per Alloys Sectional 
Ciommittee had been approved by the Structural 
and Metab Division Cpuncil. 

0.2 This standard was first published in 1965. 
In this reviaon, the following modifications 
have been incorporated: 

a) Tolerances on length, width and thick- 
ness of cold rolled plate for thickness 25 
to 75 nmi have been included, 

b) Tolerance on diameter of cold rolled 
blanks has been added, and 



c) Tolerance on thickness of hot worked 
plate for 25 to 75 nun thickness has been 
included. 

0.3 For the purpose of deciding whether a 
particular requirement of this standard is 
complied with, the final value, observed or 
calculated, expressing the result of a test or 
analysis, shall be rounded off in accordance 
with IS : 2-1960*. The number of significant 
places retained in the rounded off value should 
be the same as that of the specified value in this 
standard. 



*Rules for rounding off numerical values ( reristd ). 



1. SCiOPE 

1.1 This standard specifies the dimenaons and 
tolerances for wrought copper and copper alloy 
plate. 

2. TERMINOLOGT 

2.1 For the purpose of this standard, the foUow- 
ing definition in addition to those given in 
IS : 3288 ( Part 3 )-1986* shall apply. 

2.1.1 Piatt — Flat product over 10*0 mm thick 
and over 300 mm wide. 

3. DIMENSIONS 

3.1 The preferred dimensions of the plate are 
given below. The plate of other dimen»ons 
may be supplied as required by the purchaser 
or as mutually agreed between the purchaser 
and the manufacturer. 

3.1.1 Length — The length of plate in milli- 
metres shall be as follows: 

400 
450 
500 
560 

'Glossary of terms relatiag to copiper and copper alloys: 
Part S Wrought forms. 



630 
710 
800 
900 
lOOU 
1 100 



1250 
1400 
1600 
1800 
2000 



2200 
2500 
2800 
3 200 
3600 



3.1.2 mdth ^The width of plate in milU- 
metr» shall be as follows: 



300 
320 
360 
400 
450 
500 
560 



630 
710 
800 
1000 
1 100 
1250 
1400 



1600 
1800 
2000 
2500 
2800 
3 200 
3600 



3.1.3 TIttckness — The thickness of plate in 
millimetres shall be as follows: 
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180 


280 


200 


320 


220 


360 



10-5 
11-2 
12 5 
140 
150 
160 
180 
190 
200 
210 
220 
250 



280 
320 
350 
360 
380 
400 
500 
640 
650 
660 
750 
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4. TOLERANCXS 

4.1 Gold RoUed Plate 

4,1.1 L$ngih and Width — The tolerances on 
length and width of cold-rolled plate diall be 
as given in Tablfe t; 

4»1«2 TUcknsss — Tolerances on tinckhess of 
cold-rolled plate shall be as given in Table 2. 



4.2 CUdd RoUed^nasik 

4.2*1 i>icMiitflrr--^ Tolerance"* on diameter of 

cold rolled blank shall be as given in Table 3. 

J ■ ■ ■ ■ ■ ■ ■ 

4J Hot Worked Plate 

43.1 Thickhsss — Tolerances on thickness of 
hot- worked plat^ shall be as given in Table 4. 

4.3.2 Mass — Tolerances on mass of hot 
worked plate shall be as given in TaUe 5. 



TASLB 1 TOLERANCaSS ON WIDTH AHO UENGXH OF GOLD ROLUED VUkTE 



(am#4.Kl) 
All diiiMxi^oiis in millimetres. 
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TAKJB 2 TOIXRANCaSS OR THICKNESS OF COLD ROLLED PLATE 
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TABLE 3 TOLERANCES ON DIAMETER OF COLD ROLLED RLANK 

(Ooarf 4.2J) 
All dimend<»» in millimetres. 
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TABI.E 4 TOLEEANGE8 ON THICKNESS OF HOT WORKED PLATE 



(Owtf 4.3.1) 
All dimeniioM in miUimetres. 
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TABLE 5 TOLERANCES ON MASS OF HOT WORKED PLATE 

(Oittf^ 4.3.2) 
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